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ABSTRACTED-PUB-NO: FR 1452591 A 
BASIC-ABSTRACT : 

Shrink resistant treatment for wool textiles that does not affect 
handle, 

colour stability, elasticity, etc. consists of immersion in a first 
bath 

containing an aqueous solution A of KMn04 at ambient temp, to 70 
deg.C and pH 

<11, pref. 3-10 in a second bath (B) of aqueous permonosulphuric acid 
together 

with an anionic wetting agent at a temperature similar to A 
(alternatively A 

and B can be in a single bath) , in a third bath (C) containing an 
aqueous 

solution of sodium dichloroisocyanurate at <50 deg.C and pH 5-7 
(alternatively 

A, B and C can be in a single bath) and a final treatment D in 
aqueous 

sulphurous acid or pref. sodium bisulphite at a temperature between 
ambient and 

100 deg.C, pref. 10 deg.-40 deg.C. Finally the textiles are washed. 
When A 

and B and/or C are mixed the pH should be suitably adjusted (e.g. B 
and C 

together, pH 3-6) . 
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